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UaotSpeTeaiie otiiochtch k <«epHod Meraji^nyp- 
xpouHCTUx H ApyrHx KOMojiexcHO-JiehipoBaii- 

HUX HepMCaBeKNUKX CTMeft. B TOM quale AttH- 

^ poaaHHUX .thtbhom. 

HaBeCTHfaifi onocoG noiiyMeHuii Hep^KaBetosueA 
xpoaccoAepxcameA crajiu BK4K)Rai^T a ce6fl pac- 
DJiaajieHHe uihxtu, otfeayrjiepoacjiaaHne pac- 
uaaBB, pacKHcneHHe, ^erapoBaHMe. h aunycx 
fUiaaxH B KOBoi noA nepBH<iHUM qi;i8kom. B aan- 
ay BO xoAy' anaaKH bboawt OKHOibi Mapraazia. 
OcHOBUOCTb lanaxa nepea BUOycKOM JtnaaKH hs 
ne^H yaeaHRHBaiOT njrreM lipHcajiKH wapraime- 



ft- 



BUnycK rwaBKM ocytuecTanflky^v^eiioeDdiet^ ■ 
HO B craviepaajiHBosHufl xoainiiipa OGsd&Qerv ^ 
niaaica He Mence 1^3 c oiDfOBpeiieHHuu ^erepb^ ' "^ 
BaHHeu Metajuia raraHOM. ! - 

5 'BunAaBKa. craitK no HOBOMy cizbco6y 3aicaib> >■ 
lacTca B .C4cflyi0!ueii. fl ctai«waaiijiBB|fo 
neqb aarpyjKaioT iietajiiiHqecKyio iiraxWi xp5 • - 
MpByw pyay. oKBCRbi mh KapOoHaru napraB^k 
nocKOBHue ULnaxobfipaayKiDuie MarepHaJtu^ Sa* 
10 TCM B oCbimou nopjiaxe pacnjiia^imoT u o6esyr- 
JiepoacflBaioT piB^jiuaa, HpH aroii iipojiyBxy 
:jiipoaaBOitaT KRcabpoAou. ti^& ptfecbto KHcaoiK>- 

HO «opoT KOBuTrae :^poBK^;erKS -^^^'^fl^ 'il^^^'''^^- 
jierKOOxucaaK)ti^MHCH 
Tssraaoa.'^ 

H3B;ie^eHHs. xpo-a. Mapramia « hbkmh 2» SSp^^^ 

auuteiiHe npoHSBOAMiejibHocrK . cTaneoriaaiLiiJ ' '-n,. ^ "eexpajibnuia. Taaoii h aaoron. 
Horo arperatB. ' • r^^*^«'^«w«^: . v:^^ • aHajiHaa ; npoe M«ajw.a. 

•A^iH aioro B.BauHy ao paaHweriHa bbomt ^ "pp^„^Kv*'S^^^^^ i»po"Moaw 
oxHoiu luiH Ka'VeoHflTu *apraH4a/.„oc^e . npoHaaojuiT. 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes mehing 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the fimiace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag- forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromiimi and manganese 
fi'om the ore, and difficulties associated with transfer of the steel fi'om ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting fumace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The fumace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1 .3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the meU into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titaniimi. 
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